carefully floated, and troweled to a smooth, even surface. A drier made of equal parts o sand and cement, well mixed, shall be sprinkled in a dry state over the surface, and thoi floated and troweled. Joints shall be made clear through the wearing surface, directly oves the joints in the concrete base, troweled with a small jointer, and the entire surface indentec in a manner satisfactory to the Engineer. When the pavement is completed it shall be kep1 covered for 3 days, and shall be kept moist by sprinkling and thoroughly protected agains freezing.